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AMENDMENTS TO THE SPECIFICATION 

Please replace paragraph [0058] with the following amended paragraph: 

[0058] High molecular weight YCap VCap homopolymer, for use in post- 

polymerization preparation of a polymer blend having a bimodal molecular weight distribution, 
was prepared by polymerizing 55.6 g VCap monomer in a solution of 150 mL water and 50 mL 
isopropyl alcohol using 1 .67 g ( 3.0 wt%) Vazo 67 at 60°C. After five hours, an additional 0.2 g 
Vazo 67 was added and the reaction was heated for another two hours. The solvent was 
removed by rotary evaporation, and the resulting polymer was dissolved in ethylene glycol to 
make a 30 wt% solution. The results for this preparation are shown in Table 2 as Example 5A. 
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